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Dear Sir: 

Prior to examination on the merits, please amend the above identified application in the 
manner set forth below. 

IN THE TITLE 

Please delete "AMMONIA OXIDATION CATALYST" and replace with ■- PROCESS FOR 
OXIDATION OF AMMONIA --. 



IN THE CLAIMS 
Please delete claims 1-10, without prejudice. 
Please add the following claims. 



11- A process for the oxidation of ammonia which comprises reacting 

ammonia and air in the presence of an oxidation catalyst comprising oxides of (a) 
at least one element A selected from the group consisting of rare earths and 
yttrium, and (b) cobalt, said cobalt and element A being in such proportions that 
the element A to cobalt atomic ratio is in the range 0.8 to 1.2, and at least some of 
said cobalt and element A oxides are present as a mixed oxide phase with less 
than 30% of the cobalt (by atoms) being present as free cobalt oxides. 

12. A process according to claim 1 1 wherein less than 25% of the cobalt 
(by atoms) is present as free cobalt oxides. 

13. A process according to claim 1 1 wherein less than 15% (by atoms) of 
the cobalt is present as cobalt monoxide. 

14. A process according to claim 1 1 wherein less than 5% by weight of the 
composition is free cobalto-cobaltic oxide and less than 2% by weight is free cobalt 
monoxide. 

15. A process according to claim 1 1 wherein part or all of element A is at 
least one element selected from the group consisting of yttrium, cerium, 
lanthanum, neodymium, and praseodymium. 

16. A process according to claim 15 wherein element A comprises a 
mixture of at least one variable valency element Vv selected from the group 
consisting of cerium and praseodymium and at least one non-variable valency 
element Vn selected from the group consisting of yttrium and a non-variable 
valency rare earth element. 

17. A process according to claim 15 wherein the atomic proportions of 
variable valency element Vv to non-variable valency element Vn is in the range 0 to 
0.3. 



18. 



A process according to claim 11 wherein the oxidation catalyst is 



obtained by heating a composition containing oxides of cobalt and of at least one 
element A selected from the group consisting of rare earths and yttrium, to a 
temperature in the range 900-1200°C. 



comprises a primary support in the form of a mesh f gauze, pad, or monolith 
formed from a high temperature iron/aluminium alloy or a mesh, gauze, pad, 
monolith, or foam of a ceramic material, a secondary support in the form of an 
alkali-free alumina or lanthana wash coat on said primary support; and, supported 
on said secondary support, an active coating of oxides of (a) at least one element A 
selected from the group consisting of rare earths and yttrium, and (b) cobalt, said 
cobalt and element A being in such proportions that the element A to cobalt 
atomic ratio is in the range 0.8 to 1.2, at least some of said cobalt and element A 
oxides being present as a mixed oxide phase with less than 30% of the cobalt (by 
atoms) being present as free cobalt oxides. 



The Preliminary Amendment accompanies the filing of a Continuation Application under 
35 U.S.C. Section 120 of PCT/GB97/03193 which designated the US. 
Favorable consideration and an early action on the merits of the added claims are 
respectfully solicited. 
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A process according to claim 11 wherein the oxidation catalyst 
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AMMONIA OXIDATION CATALYST 

This invention relates to ammonia oxidation. Ammonia oxidation is widely employed in the 
manufacture of nitric acid and hydrogen cyanide. In the manufacture of nitric acid ammonia is 
oxidised with air to nitric oxide, while in the manufacture of hydrogen cyanide a mixture of ammonia 
and methane (often as natural gas) is oxidised with air. In both processes, the gas mixture is passed 
at an elevated temperature over a catalyst to effect the oxidation. Side reactions, such as the 
formation of nitrogen or nitrous oxide, are undesirable. Consequently, in addition to good activity, the 
catalyst is required to have a good selectivity. 

For many years the catalysts employed have been platinum, sometimes alloyed with other 
precious metals, in the form of meshes or gauzes formed from the metal wire. Such catalysts have 
good activity and selectivity but suffer from the disadvantage that not only is the catalyst very 
expensive, but at the temperatures encountered, the metals exhibit an appreciable volatility and so 
gradually the metal is lost into the gas stream. While it is well known to provide downstream means 
to trap the volatilised metal so that it may be recovered subsequently, because of the continual 
volatilisation, the life of the catalyst is short and frequent replacement is necessary. Furthermore the 
recovery of the metals from the downstream trap and re-fabrication of the catalyst meshes or gauzes 
involves a considerable allocation of working capital. 

It is therefore desirable to provide a replacement for such precious metal catalysts. 

It is well known that cobalt oxide exhibits activity for ammonia oxidation. In order to improve 
the activity and selectivity there have been numerous proposals to incorporate various promoters 
such as rare earths into a cobalt oxide catalyst 

For example, it has been proposed in CN-A-861 08985 to employ lanthana/ceria/cobalt oxide 
compositions of the general formula La^CexCoOs (where x is from 0 to 1) made by a specified 
co-precipitation route as ammonia oxidation catalysts. Such materials were reported as having good 
activity and selectivity when tested on a small scale, although there is some suggestion that the 
activity and/or selectivity is decreased at operating temperatures in the upper end of the temperature 
range normally employed for ammonia oxidation (800-1 000°C). 

We have found that it is important that, in this type of catalyst, the bulk of the cobalt is present 
as a mixed oxide phase, e.g. as the Perovskrte structure RECo0 3 , (RE = rare earth), or a form thereof 
in which the oxygen is non-stoichiometric, and is not present as free cobalt oxides e.g. 
cobalto-cobaltic oxide CO3O4 or cobalt monoxide CoO. We believe that if an appreciable proportion of 
tiie cobalt is present as the free oxides, in use at high temperatures, e.g. above about 850°C, the free 
cobalt oxides are able to catalyse the side reaction oxidations e.g. to nitrogen or nitrous oxide, 
whereas if the bulk of the cobalt is "locked* into a mixed oxide phase, such as the Perovskite 
structure, the oxidation capability is more limited to the desired oxidation. 

Producing the catalyst simply by co-precipitation of the component oxides (or compounds that 
readily decompose thereto) or by evaporating a solution of a mixture of thermally decomposable 



2 



salts, e.g. nitrates, of the desired metals, followed by calcination at moderate temperatures, e.g. 
600-900°C, does not necessarily lock the bulk of the cobalt into a mixed oxide phase such as the 
Perovskite structure even if the components are present in the requisite proportions. Heat treatment 
of the product is necessary to obtain the desired structure. In the aforesaid CN-A-861 08985 the 
5 catalysts were calcined at 900°C for 5 hours prior to use; we believe that such heat treatment is 
inadequate, and treatment at higher temperatures and/or for longer times is required to minimise the 
quantity of free cobalt oxide present. However heating at too high a temperature, above about 
1 1 50°C, may give rise to decomposition of mixed oxide phases, releasing free cobalt oxides. 
Alternatively, or additionally, steps may be taken to remove free cobalt oxides from the composition: 
1 o for example the composition may be washed with an ammoniacai solution or other solution containing 
a compiexing agent for cobalt Ethylene diamine tetra-acetic add is an example of such a 
compiexing agent 

Accordingly the present invention provides an oxidation catalyst comprising oxides of (a) at 
least one element A selected from rare earths and yttrium, and (b) cobalt, said cobalt and element A 
1 5 being in such proportions that the element A to cobalt atomic ratio is in the range 0.8 to 1 .2, at least 
some of said cobalt and element A oxides being present as a mixed oxide phase with less than 30%, 
preferably less than 25%, of the cobalt (by atoms) being present as free cobalt oxides. 

The catalyst thus contains at least one mixed oxide phase containing cobalt and at least one 
element A. The catalyst may also contain free element A oxides and/or one or more mixed oxide 
20 phases containing two or more elements A. The element A to cobalt atomic ratio is 0.8 to 1 J2, 
particularly 1 .0 to 1 .2. Preferably less than 25% (by atoms) of the cobalt is present as free cobalt 
oxides, and in particular it is preferred that less than 15% (by atoms) of the cobalt is present as the 
cobalt monoxide, CoO. The proportion of the various phases may be determined by X-ray diffraction 
(XRF) or by thermogravimetric analysis (TGA) making use, in the latter case, of the weight ioss 
25 associated with the characteristic thermal decomposition of Co^ which occurs at approximately 

930°C in air. Preferably less than 10%, particularly less than 5%, by weight of the composition is free 
cobaito-cobaltic oxide and less than 2% by weight is free cobalt monoxide. 

Preferably at least one element selected from yttrium, cerium, lanthanum, neodymium, and 
praseodymium is used as part or all of element A. Element A may comprise a mixture of at least one 
30 variable valency element Vv selected from cerium and praseodymium and at least one non-variable 
valency element Vn selected from yttrium and the non-variable valency rare earth elements such as 
lanthanum or neodymium. in particular it is preferred that the atomic proportions of variable valency 
element Vv to non-variable valency element Vn is in the range 0 to 1 , particularly 0 to 0.3. It is 
preferred that most of the cobalt is present as a Perovskite phase ACo0 3t but where element A 
35 comprises two or more elements, e.g. Vv and Vn, it is not necessary that there is a mixed Perovskite 
phase, e.g. Vv^Vn^CoOs where x is between 0 and 1. Thus there may be a Perovskite phase, e.g. 
VnCoQ 3 or VvCo0 3 , mixed with other phases such as Vv 2 0 3 > Vn 2 0 3 , (W^JA or Vv.Vn^A- 
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As indicated above, the catalyst may be in a form wherein the amount of oxygen is 
non-stoichiometric. This arises from the variable valency of cobalt and also of any variable valency 
rare earth present as part, or all, of element A. 

The catalyst may be formed by heating a composition containing the cobalt and element A 
5 oxides, preferably in air, to a temperature in the range 900-1200°C in order to produce a material in 
which only a small proportion of the cobalt is present as free oxides. 

The compositions may be made by precipitation, e.g. by adding a solution of soluble salts of 
the relevant metals to a solution of a base, e.g. ammonium carbonate or hydroxide, to precipitate the 
relevant metals as (basic) carbonates, hydroxides, or oxides followed by calcination to convert the 
1 o precipitated compounds to the oxides. The use of alkali metal compounds as the base to effect 

precipitation is less preferred as they inevitably cause some contamination of the product with sodium 
which could act as a catalyst poison. The precipitation may alternatively, but less preferably, be 
effected by adding the base to the solution of the mixed salts. Alternatively, the composition may be 
made by forming a solution of thermally decomposable salts, e.g. nitrates or salts of organic acids, 
1 5 e.g. oxalates or citrates, of the metals in the appropriate proportions and evaporating the solution to 
dryness followed by calcination to effect decomposition to the appropriate oxides. Less preferably, 
the composition may be made by mixing preformed oxides of the metals in the appropriate 
proportions. 

In another alternative some or all of the element A materia) may be used as a support on to 

20 which the cobalt and any remaining element A is coated. Thus a finely divided element A oxide, e.g. 
ceria, may be impregnated with a solution containing a cobalt salt, and possibly also an element A 
salt, e.g. a lanthanum salt, followed by decomposition of the cobalt and any element A salts. 
Alternatively, such a supported material may be made by precipitation by precipitating the cobalt, and 
optionally some of the element A, as heat decomposable compounds on to a finely divided, e.g. 

25 precipitated, element A oxide or compound decomposable thereto. 

Whichever route is used to make the oxides composition, the composition should be calcined, 
e.g. in air, at a high enough temperature for long enough to form sufficient material with a mixed oxide 
structure, e.g. the Perovskite structure, to combine most, if not essentially all, of the free cobalt oxides 
into one or more mixed oxide phases. As indicated above the calcination temperature is preferably in 

30 the range 900-1 200°C. The duration of the heating required will depend on the temperature 

employed and on the route employed to make the composition, if the heating temperature is below 
1 100°C, heating for at least 6 hours is preferred. On the other hand the duration of heating at a 
temperature above 1 150°C is preferably less than 6 hours in order to minimise the decomposition of 
cobalt oxide containing phases into free cobalt monoxide. However catalysts prepared by 

35 evaporating a solution containing a mixture of organic salts, e.g. citrates, of the relevant metals to 
dryness followed by calcination may require heat treatment for shorter times and/or at temperatures 
200-300°C below the temperatures required for compositions made for example by precipitation. On 
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the other hand if the catalyst is made by calcining a mixture of preformed oxides, longer times and/or 
higher temperatures may be required to produce a material in which only a small proportion of the 
cobalt is present as free oxides. 

in the aforesaid CN-A-861 08985 the catalysts were tested on a small scale with the catalysts 
5 in the form of a bed of a coarse powder. 

For practical reasons it is not desirable to employ a bed of a powdered catalyst in a full size 
ammonia oxidation plant desirably the catalyst should be in a form such that it is a direct replacement 
for the precious metal meshes or gauzes conventionally used. 

It has been proposed in Czech patent CS 266106 to employ a catalyst in the form of a 
1 o stainless steel mesh bearing a coating of a mixture of cobalt oxide promoted with small amounts of 
ceria, chromia and/or alumina. However, such catalysts, which contain far more cobalt than is 
required for the Perovskite structure, and will inevitably contain substantia! proportions of free cobalt 
oxides. 

In order to generate adequate catalyst surface area when using a wire support, it is necessary 
1 5 to give the support a ceramic coating, termed a wash coat, and the active material is then deposited 
on this wash coat Normaiiy alumina or ianthana compositions are used as such wash coats. 
However, with conventional high temperature steel supports, there is a risk that material of the wash 
coat, or impurities remaining therein, e.g. alkali, resulting from the use of alkali aluminate solutions to 
form the wash coat, may in use gradually diffuse into the active material, upsetting the desired 
20 structure, and interfering with the catalytic performance. 

We have found however that by the use of primary supports made from a high temperature, 
aluminium containing, ferritic alloy, it is possible to obtain good adhesion of the wash coat to the 
primary support without the use of alkaline wash coat solutions and so the problem of migration of 
alkali impurities into the active catalysts may also be avoided. 
25 Catalytic processes using a bed of random packed catalyst support units having a plurality of 

through passages and on which the catalyst is supported and in which the support units may be 
made from such alloys have been proposed in GB-A-2077136. That reference lists ammonia 
oxidation as an example of a catalytic process for which such units may be used. That reference also 
refers to GB-A-1 568861 for methods of applying a suitable wash coat which does not involve the use 
30 of alkaline wash coat solutions. 

Suitable iron/aluminium alloys are those described in the aforesaid GB-A-2077136, and in 
particular are those of the weight composition 

chromium 10-25% aluminium 3-6% 

yttrium and/or cerium 0-1 % cobalt 0-5% 

35 carbon 0-0.5% iron (aid usual impurities) balance 

The presence of yttrium and/or cerium is preferred as these exert a stabilising effect on the 
alumina formed upon calcining the alloy or final catalyst. The presence of cobalt may also be 
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desirable to minimise migration of components from the alloy or wash coat into the active catalyst 
preferred alloys contain 15-25% chromium, 4-6% aluminium, 0.3-1% yttrium, cerium, and/or 1-3% 
cobalt, 0-0.5% carbon, balance iron and the usuai impurities. 

In the present invention it is preferred that the catalyst is made by forming a gauze, mesh, or 
5 pad of wires of a iron/aluminium afloy, applying a wash coat of alumina, ceria, zirconia, or ianthana 
for example as described in GB-A-1568861, and then applying a dispersion containing the active 
oxides composition or a solution of compounds decomposable to the active oxides. The wash coat is 
preferably applied to the alloy after effecting surface oxidation of the alloy by calcining the alloy in air 
at e.g. 1000°C. The wash coat is preferably applied as a sol and, where an alumina wash coat is 
10 employed, preferably also contains yttria and/or ceria. The coated gauze, mesh, or pad, is then 

subjected to the calcination in air at high temperature to reduce the amount of free cobalt oxides. At 
the same time this calcination will effect some sintering between adjacent coated wires to bond the 
gauze, mesh or pad into a strong structure at points where adjacent wires filaments contact one 
another. 

1 5 During this calcination of the final composition at high temperature to form the desired mixed 

oxide structure with minimal free cobalt oxides, it is found that the alumina, and Ianthana, if used as 
the wash coat are present as diffuse layers extending into adjacent components but are thereafter 
relatively stable so that little further migration occurs during use. 

Instead of using a metallic primary support, a pad, mesh, or gauze formed from ceramic, e.g. 
20 alpha alumina, fibres or filaments e.g. by weaving may be employed; such a ceramic primary support 
may have a wash coat secondary support as aforesaid. 

Alternatively, instead of using a gauze, mesh or pad, there may be employed a monolithic 
support in the form of a honeycomb or foam of a ceramic material such as alumina or zirconia, or a 
monolithic structure formed from an iron/aluminium alloy e.g. as proposed in GB-A-2077136 but not 
25 necessarily employed as a random packed bed of units as proposed in GB-A-20771 36. Thus 
monolithic structures may be used with their passages oriented at preset angles to the gas flow 
direction. Such monolithic supports may again have a wash coat secondary support as described 
above. 

Accordingly the present invention further provides an oxidation catalyst comprising a primary 
30 support in the form of a mesh, gauze, pad, or monolith formed from a high temperature 

iron/aiuminium alloy or a mesh, gauze, pad, monolith, or foam of a ceramic material, a secondary 
support in the form of an alkali-free alumina or Ianthana wash coat on said primary support and, 
supported on said secondary support, an active coating of oxides of (a) at least one element A 
selected from rare earths and yttrium, and (b) cobalt, said cobalt and element A being in such 
35 proportions that the element A to cobalt atomic ratio is in the range 0.8 to 1 .2, at least some of said 
cobalt and element A oxides being present as a mixed oxide phase with less than 30, preferably less 
than 25%, of the cobalt (by atoms) being present as free cobalt oxides. 
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Where a ceramic honeycomb or foam is employed, it may itself be formed from the catalytic 
composition, thus avoiding the need for a separate support material. 

The catalysts of the invention, particularly those in the form of gauzes, meshes, or pads, may 
be used as a direct replacement for the conventional precious metal catalysts with essentially no 
modificatfon to the ammonia oxidation process, except of course the conventional precious meta! trap 
arrangements can be eliminated. In the oxidation of ammonia to nitric oxide for the manufacture of 
nitric acid, the oxidation process may be operated at temperatures of 800-1 000°C, particularly 
850-95Q°C, pressures of 1 to 15 bar abs., with ammonia in air concentrations of 5-1 5% t often about 
10%, by volume. 

In addition for use for ammonia oxidation reactions, the catalysts may also be of use for other 
oxidations. 

The invention is illustrated by the following examples. 

Example 1 

A catalyst was made by mixing a solution of lanthanum, cerium, and cobalt nitrates in such 
proportions to give 3 atoms of lanthanum and 4 atoms of cobalt per atom of cerium. The solution was 
evaporated to dryness and the resulting powder calcined in air at 1 100°C for 8 hours to give a mixed 
oxide structure. TGA indicated that 5.8% of the cobalt atoms were present as free cobalt oxide. 

A second catalyst was prepared by the same route but omitting the cerium nitrate and using 
such proportions that there was one lanthanum atom per cobalt atom. TGA indicated that 13.3% of 
the cobalt atoms were present as free cobalt oxide. 

The catalysts were tested by placing about 0.1 g of the resulting powdered catalyst in a 
mtcroreactor tube and passing a mixture of helium containing 5% by volume of ammonia and 10% by 
volume of oxygen through the microreactor tube at a linear velocity of 5000 m/hr. This corresponded 
to a space velocity of 1.8 x 10 6 h* 1 . The temperature was then raised from 100°C to 1000°C at a rate 
of 30°C/min and the exit gas analysed at various temperatures. 

For purposes of comparison, a pad (0.13 g) of 5 layers of a platinum/rhodium gauze (which 
had been found to give optimum selectivity for the oxidation of ammonia to nitric oxide), was tested 
under the same conditions. 

The selectivity, defined as [NO]/([NO] + 2{NJ), where [NO] and [NJ respectively represent the 
volume proportions of nitric oxide and nitrogen in the exit gas, at various temperatures is shown in the 
following table. 
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i ciij p era iu re 

rc) 


Selectivity {%) 


La/Ce/Co (3:1:4) 


La/Co (1:1) 


Pt/Rh 


800 


95.6 


94.4 


95.8 


850 


95.2 


93.1 


96.0 


900 


94.3 


93.5 


96.1 


950 


92.9 


92.4 


94.4 


1000 


89.7 


89.6 


89.5 



Exampie 2 

A mixture of lanthanum, cerium and cobalt compounds was precipitated by the step-wise 
addition of a solution containing lanthanum, cerium and cobalt nitrates in the atomic proportions 
La:Ce:Co 4:1 :5 to a precipitant solution comprising a mixture of ammonium carbonate and oxalic acid. 
5 Throughout the precipitation the mixture was continually stirred, the pH maintained at between 6 and 
7, and the temperature between 48 and 57°C. The suspension was then allowed to stand and a 
flocculated precipitate was observed to form. The supernatant liquor was deep pink in colour, 
indicating that not all the cobalt had precipitated. The precipitate was filtered off, dried in air at 120°C 
for 6 hours and then calcined in air at 600°C for a further 6 hours. The calcined material was split into 

10 a number of portions, each of approximately 1 0g. 

One portion was calcined in air at 900°C for 6 hours. The other portions were calcined in air at 
1000°C, 1100°C, 1200°C, 1300°C and 1400°C respectively. Chemical analysis of the sample 
calcined at 900°C revealed that the atomic ratios of the metais was La : Ce : Co 4.6 : 1 .06 : 5, he. 
having a rare earth to cobalt atomic ratio of about 1.13, which is consistent with the observation that 

1 5 not all of the cobalt had precipitated. XRF analysis showed that cobalt represented 22.6% by weight 
of the catalyst 

XRD analysis of the portions calcined at the different temperatures was performed, using silica 
as an internal standard, to determine the proportions of cobaito-cobaltic oxide and cobalt monoxide 
present From this data, the atomic proportion of the cobalt present as free cobalt oxides was 
20 calculated. The results are shown in the following table. 
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Calcination 


Weight % 


% Co as free 


temperature {"C) 


CoO 


CoA 


oxides 


none 


0 




27 




900 


0 




17 


55 


1000 


0 




6 


20 


1100 


<1 




4 


<17 


1200 


<1 




3 


<14 


1300 


2 




3 


17 


1400 


4 


... 


2 


21 



Electron microscopy studies indicate that none of the samples contained a mixed 
ianthanum/cerium/cobalt Perovskite phase, although it is possible that the lanthanum/cobalt 
Perovskite LaCo0 3 present in the samples calcined at 900°C and above contained a small proportion 
(less than about 2%) of cerium. However many of the particles were observed, by electron 
5 microscopy, to have the lanthanum/cobalt Perovskite phase attached to, or coated on, particf es of 
cerium oxide and/or lanthanum doped cerium oxide. 

From this data it would appear that the cobalt monoxide observed in the samples calcined at 
high temperatures might result from decomposition of the lanthanum/cobalt Perovskite and/or 
cobalto-cobaltic oxide: other studies have shown that cobalto-cobaltic oxide reversibly decomposes 
1 o forming cobalt monoxide at about 930 a C. 

The calcined samples were tested for their selectivity for ammonia oxidation by the method 
described in Example 1 above, except that after increasing the temperature to 1000°C, the 
temperature was maintained at this level for 10 minutes and then decreased at about 30°C per 
minute. Exit gas analyses were performed both during increasing and decreasing the temperature. 
1 5 The results are shown in the following table. 
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Test Temoerature 
\ W 


Selectivity (%) to NO on sample calcined at 


900°C 


1000 e C 


1100°C 


1200°C 


1300°C 


1400°C 


Increasing 














800 


93.4 


93.3 


94.9 


93.3 


92.4 


84.0 


850 


93.5 


92.0 


94.7 


91.6 


90.1 


85.2 


900 


92.4 


91 .8 


93.4 


91.9 


88.8 


83.0 


950 


aq n 


on q 


ere n 


em "> 


oo.i 
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From this data it is seen that there is a decrease in selectivity at high operating temperatures 
(above about 900°C) for those samples having the larger proportions of the cobalt as free cobalt 
oxides. The poorer selectivity of the samples In the cooling cycle as opposed to the heating cycle 
probably results from decomposition of free cobalto-cobaltic oxide to the less selective cobalt 
5 monoxide at the high operating temperatures: this difference between the heating and cooling cycle 
data is less apparent at the lower operating temperatures, possibly as a result of free cobalt 
monoxide, formed during the higher temperature part of the test procedure, undergoing the reversible 
transition back to cobalto-cobaltic oxide as the temperature falls. 

Example 3 

1 0 About 20 kg of catalyst was prepared by the method described in Example 2 with the final 

calcination at 900°C for 6 hours. XRF showed that the atomic ratios of the metals was La:Ce:Co 
8.542.08:10. TGA revealed that 23.8% of the cobalt atoms were present as free cobalt oxides. 

The catalyst was formed into small cylindrical pellets and a sample of the pellets were 
subjected to selectivity testing by the procedure of Example 2. The selectivity at a test temperature of 

15 900°Cwas92%. 

The remainder of the catalyst pellets were then supported on a wire mesh as the catalyst in 
the ammonia oxidation reactor of a commercial nitric acid plant which was then operated under 
typical nitric acid plant operating conditions (1 1-12 % ammonia in air; 1 .1 bara operating pressure; 
200*0 inlet temperature; and 910-925°C exit temperature) for 6 months. A sample of the catalyst was 

20 then taken for analysis and selectivity testing by the procedure of Example 2. TGA revealed that only 
5.7% of the cobalt atoms were present as free cobalt oxides, and the selectivity at a test temperature 
of900°C was 96%. 
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These data show that the level of free cobalt oxide present in the catatyst decreased 
significantly during the first 6 months of operation at elevated temperature accompanied by an 
increase in selectivity. The performance of the catalyst after 6 months operation is similar to that of a 
fresh platinum/rhodium gauze catalyst. 

Operation of the ammonia oxidation process was then continued for .a further 6 months under 
the same conditions as before and then a further sample was analysed, showing that 5,5% of the 
cobalt atoms were present as free cobait oxides. This indicates that the free cobalt oxide content had 
stabilised with only a very small further decrease occurring during the second 6 month period of 
operation. 
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Claims 

1 . An oxidation catalyst comprising oxides of (a) at least one element A selected from rare earths 
and yttrium, and (b) cobalt said cobalt and element A being in such proportions that the element 
A to cobalt atomic ratio is in the range 0.8 to 1 2., at least some of said cobalt and element A 
oxides being present as a mixed oxide phase with less than 30% of the cobalt (by atoms) being 
present as free cobalt oxides. 

2. An oxidation catalyst according to claim 1 wherein less than 25% of the cobalt (by atoms) is 
present as free cobalt oxides. 

3. An oxidation catalyst according to claim 1 or claim 2 wherein less than 15% (by atoms) of the 
cobalt is present as cobalt monoxide. 

4. An oxidation catalyst according to any one of claims 1 to 3 wherein less than 5% by weight of the 
composition is free cobalto-cobaffic oxide and less than 2% by weight is free cobalt monoxide. 

5. An oxidation catalyst according to any one of claims 1 to 4 wherein part or all of element A is at 
least one element selected from yttrium, cerium, lanthanum, neodymtum, and praseodymium. 

6. An oxidation catalyst according to claim 5 wherein element A comprises a mixture of at least one 
variable valency element Vv selected from cerium and praseodymium and at least one 
non-variable valency element Vn selected from yttrium and a non-variable valency rare earth 
element. 

7. An oxidation catalyst according to claim 5 wherein the atomic proportions of variable valency 
element Vv to non-variable valency element Vn is in the range 0 to 0.3. 

8. A process for the manufacture of a catalyst according to any one of claims 1 to 7 comprising 
heating a composition containing oxides of cobalt and of at least one element A selected from 
rare earths and yttrium, to a temperature in the range 900-1 200°C. 

9. An oxidation catalyst comprising a primary support in the form of a mesh, gauze, pad, or monolith 
formed from a high temperature iron/aluminium alloy or a mesh, gauze, pad, monolith, or foam of 
a ceramic material, a secondary support in the form of an alkali-free alumina or lanthana wash 
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coat on said primary support; and, supported on said secondary support, an active coating of 
oxides of (a) at least one element A selected from rare earths and yttrium, and (b) cobalt, said 
cobalt and element A being in such proportions that the element A to cobalt atomic ratio is in the 
range 0.8 to 1.2, at least some of said cobalt and element A oxides being present as a mixed 
oxide phase with less than 30% of the cobalt (by atoms) being present as free cobalt oxides. 

The use of an oxidation catalyst as claimed in any one of claims 1 to 7 or claim 9 for the oxidation 
of ammonia. 



ABSTRACT OF THE DISCLOSURE 



A catalyst for oxidation reactions, particularly the oxidation of ammonia comprises oxides of (a) at 
least one element A selected from rare earths and yttrium, and (b) cobalt and element A being in 
such proportions that the element A to cobalt atomic ratio is in the range 0.8 to 1.2, at least 
some of said cobalt and element A oxides being present as a mixed oxide phase with less than 
25% of the cobalt (by atoms) being present as free cobalt oxides, is disclosed. The catalyst may 
be supported on a secondary support in the form of an alkali-free alumina or lanthana wash coat 
on a primary support in the form of a mesh, gauze, pad, or monolith formed from a high 
temperature iron/aluminium alloy or a mesh, gauze, pad, monolith, or foam of a ceramic 
material. 
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DECLARATION AND POWER OF ATTORNEY FOR PATENT APPLICATION 

As a below named inventor, I hereby declare that: 

Andrew Mark WARD 

Brett Albert WOLFINDALE 

Frank KING 

Bernard John CREWDSON 

My residence, post office address and citizenship are as stated below next to 
my name . 

I believe I am an original, first and sole inventor (if only one name is 
listed below) or an original, first and joint inventor (if plural names are 
listed below) or the subject matter which is claimed and for which a patent is 
sought on the invention entitled 

AMMONIA OXIDATION CATALYST 

the specification of which 
x is attached hereto 

as filed on as 

U.S. application Serial No. 

was filed as PCT international application No. PCT/GB97/03193 
and (if applicable) was amended on 15 June 1998 

I hereby state that I have reviewed and understand the contents of the 
above-identified specification, including the claims, as amended by any 
amendment referred to above. 

I acknowledge the duty to disclose all information which is known to me to be 
material to patentability as defined in Title 37, Code of Federal Regulations, 
1.56. 
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I hereby claim foreign priority benefits under Title 35, United States Code, 
119/365 of any foreign application (s) for patent or inventor's certificate or 
of any PCT international application (s) designating at least one country other 
than the United States of America listed below and have also identified below 
any foreign application (s) for patent or inventor's certificate or any PCT 
international application (s) designating at least one country other than the 
United States of America filed by me on the same subject matter having a 
filing date before that of the application (s) of which priority is claimed. 

Earliest foreign application (s) , if any, filed within 12 months prior to this 
U.S. application: 

Priority Details 

(Number) (Country) (Day/Month/ Year Filed) Priority Claimed 

9626516.0 GB 20 December 1996 YES 



All foreign applications, if any, filed more than 12 months prior to this U.S. 
application: 



(20.12.96) 



(Number) 



(Country) 



(Day/Month/Year Filed) 



(Number) 



(Country) 



(Day/Month/Year Filed) 



(First published (Date 



or laid open) 



Patented) 



(Number) 



(Country) 



(Day/Month/Year Filed) 



(First published (Date 



or laid open) Patented) 
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I also wish to note the existence of the following applications, if any, each 
of which was formally withdrawn prior to the expiration of its convention 
year, without having been laid open to public inspection and without leaving 
any rights outstanding, and from which no priority has been or can be 
claimed. 

(Number) (Country) (Day/Month/Year Filed) 

(Number) (Country) (Day/Month/Year Filed) 

(Number) (Country) (Day/Month/Year Filed) 

I hereby claim the benefit under Title 35, United States Code, 120/365 of 
any United States application (s) listed below and PCT international 
applications listed above or below and, if this is a continuation-in-part (CIP 
application) insofar as the subject matter disclosed and claimed in this 
application is in addition to that disclosed in such United States 
application, I acknowledge the duty to disclose all information known to me to 
be material to patentability as defined Title 37, Code of Federal Regulations, 
1.56 which became available between the filing date of each such prior 
application and the national or PCT international filing date of this 
application. 

Prior US or PCT applications. 

(Application Serial No.) (Filing Date) (Status) 

(patented, pending, abandoned) 

I hereby declare that all statements made herein of my own knowledge are true 
and that all statements made on information and belief are believed to be true 
and further that these statements were made with the knowledge that wilful 
false statements and the like so made are punishable by fine or imprisonment, 
or both, under Section 1001 of Title 18 of the United States Code and that 
such wilful false statements may jeopardise the validity of the application or 
any patent issued thereon. 
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POWER OF ATTORNEY: As a named inventor, I hereby appoint the following 
attorney (s) and/or agent (s) to prosecute this application and transact all 
business in the Patent and Trademark Office connected therewith and with the 
resulting patent: 



John M Sheehan Reg No 2 6 065 

John F Daniels Reg No 34314 



Send correspondence to: 



Patent and Trademark Administrator 

ICI Americas Inc. 

Law Department 

Concord Plaza 

3411 Silverside Road 

P.O. Box 15391 

Wilmington, DE 19850 

United States of America 
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WARD, Andrew Mark 

Inventor ' s Signature 



Date 



2D * 5 c ^ 



88 Beaconsfield Road, Norton, Stockton on Tees, Cleveland, TS2 0 1JN, United 
Kingdom 

British Citizenship 



WOLF IND ALE , Brett Albert ' 

Inventor's Signature 



37 Limpton Gate, Yarm, Cleveland, TS15 9JA,MJnited Kingdom 




ate 



British Citizenship 



KING, Frank 

Inventor ' s Signature 



Cringle Moor, Thirsk Road, Stokesley, Cleveland, TS9 



2^ Date Zcj 

leveland, TS9 5BP , United Kingdom 



British Citizenship 



CREWDSON, Bernard Jo! 

Inventor's Signature 




Gate 



Maple Dene, Maunby, Thirsk, NortEt^dbrkshire, Y07 4HD, United Kingdom 



British Citizenship 



